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Abstract of CN1 120525 

The process for preparing setting accelerator for cement features that the basic raw material of 
pozzolanic active substance is mixed with CaO or Ca(OH)2 and water and then aged to generate 
crystal seed of hydrated matter such as hydrated calcium silicate or hydrated calcium aluminate; or 
cement clinker or powder is mixed with water and then aged to generate the same, which may be used 
as setting accelerator of cement or directly to replace cement mixture. It can bring the mineralizer 
containing F and S into maximum play. 
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Abstract 



Method for preparing ceriieh-t coagulant aid arid ose of the same 



A -neihod for preparing cedent coagulant aid h ■•provided; All substances having 
poz5f.oian.lc activity cim be used as basic materials for preparation of c.c^.cm coagulant 
aid. Based on 100 weight pans of basic materials, UK50 weight part's of CaO or 
Ca(0Hjjare added and mixed vyT& water. The mixture is then rested yield hydrate 
cxysta; seed siioh as hydra-ted calcium silicate and hydraicd calcium alurnin&ic. Such 
hydrate erys&i Sds'd also can be generated by mixing cement clinker or ccmestf 
ponder with water and then Testing. Lhc mixture. The hydrate crystal seed is .used as 
ccnieni coagutot aid. or to directly replace the ccnient adniixrure raatsriai. The 
present im^tieii ftmdaraentally solves the technics] difficulties of slow coagulation 
of cement and can make use of fee effect of miBcraiizcr incorporating fluorine and 
sulfur mardiTiumly, thereby; the quality of cement of shaft kiln is improved and the 
production. cos>. is reduced. 



What is claimed Is 



I . A method tor preparing cenft&t coagulant aid. characterized in. that' grinded 
poazoianie material is mixed with calcium hydroxide ur calcium oxide and wa?er. the 
mixture is then rested to yield, hydrate crystal seed .such, as berated catoiuia silicate 
and hydraied c&Iciam aluminate etc., used as cement coagulant aid: wherein, nil 
substances having pozzokaic sciiviiy-caa be used as basic materials for preparation 
of: eenterit eoagubmt aid; based on 100 weight parts of the basic materials, (he 
icernem. coagulant .aid is prepared a* following formulation and technical conditions: 

a. iK^mJuiafion: CaO or Ca (GH} 3 10 -50 puns 

NaClorCnCIs 0 -5 parts 

Na>SiO;^ 0-10 parts 

K Technical conditions: Resting temperature: room temperature - 100*C 

Resting time: 7 days i day 

2.. A method ibr preparing cement coagulant aid. characterized in dial cement 
clinker or cement powder is mixed with, water,- the mixture then is rested to yield 
hydrate crystal seed used as cement, coagulant aid. 

3. A method ibr preparing cement coagulant aid according to claim K 
characterised ift dial the pozzoianic material include burned clay burned shale, 
llyash, oil shale feculence, burned coal gangiie, tal* boiling slag, mineral feculence 
or pcsszolan. 

4. A use or'&ement coagala^it aid ; characterized, in that 2 -1 5 weight parts of cement 
are replaced by the eeinesit coagulant-aid produced by the method of claim i . 2 or 3 
based on 100 weight pans -of basic materials, for speeding up cement coagulation. 

5. A. us?v of eerneni coagolant aid according to claim 4 ; characterized in that .said 
cement coagulant aid ear- directly replace Ihe cement admixture niaieriai. 



Description 



Method for preparing cement coagulant aid and use of tbe same 

The present, invsatkm relates to industrial technology of cement production and, 
more particularly, to a method for preparing cernem: coagulant aid and a use of the 
s<une. 

Ever since 1950s, the technology of using calcium fluoride as the mineralixer !o 
product cedent ha>s- bemg applied abroad. Tliis technology can. i-nprove the 
burnahiliiy of raw material of cement accelerate the generation of mineral A (alite} 
and increase its hydraied activity. Therefore, .it has become one of the most effective 
ways fox the shaft kiln cement plants to improve the production find quality and 
reduce the consumption. Ever since the beginning of 1980s, technology of ccinpl&x 
raineralizer incorporating fluorine and sulfur has been widely applied in the jslia'ft 
kiln cement factories hi China and biggish economic? benefits have been obtained. 
However, when cement is produced with complex niinerahzer iocoiporadog fluorine 
and sulfur* large amount of AUO3 solid-solve into mineral A or iron phase under the 
action of fluorine ; which make C;«A in the clinker decrease greatly and the induct-on 
period of hydration of alite to be prolonged. As a result, the coagulation time of 
eehie.nl is alien prolonged. In the actual application, the construction, speed and 
engineering quality axe influenced due to slow -coagulation -of cement. 

hi order to solve the problem of slow cement coagulation, most of plants have to 
reduce the quantity of calcium lluoride in cement. However, the insufficient quantity 
of calcium iluoride incorporated into cement will not only Weaken (he effect of 
nuiieratizen but also -educe die activity of mineral A. As a result, the cement 
strength decrease tremendously. On pages 7-1.2 of issue 4 in 1994 of Gement, an 
article titled "Analysis on Reasons of Slow Coagulation of Clinker and its 
Preventative Measures in Zhenjlang Ce-nenl -Company**, described the measures for 
improving iiic slow coagulation of cement clinker containing, fluorine and si*!iur 
tro-n the ;^pee-s of formulation and calcination as ibliows: control F/SO*. within. 
C142M).55 4 create conditions ibr incorporating ahirnihi-m corrective material, 
incorporate 5% purchased early -strength of clinker when the clinker is being ground 
into powder, then adopt the system of caiclnatit^g rapidly and cooling Urgently, so 
that the iniliui coagulation time of clinker could be controlled within 15 hours. Bur it 
had its disadvantages, Firsu it changed the original production technology and 



Conditions and requires stabfe fanwuiation and aalciiiaiion. Second, the cost is. too 
expensive for early strength clinker used as the additive. 

H is still, a big technical difficulty for the cement plants to make use of the effect of 
mineral:^): eonfcdning [ItiOrine and suifur maxiinur^y while to control ?.he cement 
coagulation time well. 

The paipose of the: present invention is to overcome the shortages of background art, 
thai: is. to develop a cement coagulant akl which can not: only make use of the effect 
of miaeralizer containing fluorine and sulfur maximmrJy* bat also can control the 
cement coagulation time well. When the cement is being produced or used, addition 
of proper amount of cement coagulant aid can not only tundanienraily solve the 
technical dltfieulty of slow cement coagulation, which further perfect the technology 
of ftuorhle-sxslfur mineraiber, but also improve the quality of cement of shall kiln, 
with -the production cost being, reduced. Mcaiiwhilc, there is no any negative efteci 
be brought, to cement performances. 

The purpose -of the present, invention can be realized by the foikftviftg measures: 

Starling fro?n study of the mechanism of slow coagulation, of cement calcinated with 
mineralizes containing fluorine and sulfur, and through a great deal of experiments 
and analysis, the present invention has found out substances baying po^zolanic 
activity to he used as basic materials: for the coagulant aid. These substances include 
burned clay, burned shale. Hyash, oil shale feculence, burned coal gangue, tuff, 
boiled 3 lag, mineral fccuience or pozzoian, fc a word, all substances which cart bo 
nuxed with calcium hydroxide or calcium oxide and water and then rested to 
generate hydrate product such as hydrated calcium silicon and hydra ted calcium 
alumina te eic f , can be used as (he basic materials tor preparation of cement coaguiaru 
aid. 

Based on 100 weight pans of the basic materials, the ceincnt coagulant aid is 
prepared as following formulation and technical conditions: 

a. Formulation: CaO or Ca (Gilh \ 0-50 parts 

NnCi or CaC* 0 5 parts 
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Na ? $;i0 3 0- 10 parts 

h. Technical condition: Resting semperaiure: room temperature ! OUT; 

Resting time: 7 days - 1 day 

in this fom)il!atKffl5 NaCI, CkCk and NadSiG.s nre ail stimulus, Hie stimulus is the 
subf;i;aiice iacorporated for stimulating the activity of pozzoianic material Hereby 
accelerating the- reaction speed, rather than an essentia] ingredient of cement 
. coagulant aid. However. C&O or C.a (DHfc is an essential ingredient and its quantity 
is related with resting time and temperature. While other conditions remain constant, 
ills bigger fee quantity of CaO or Ca(OH)2 incorporated is and die longer the resting 
time Is, the more, hydrates are generated and the better coagulation reflect is. Besides, 
the higher f.he resting temperature is : the shorter the resting time is. However* the 
actual incorporating quantify of CaQ or Ca(OH)a can bs-deiennined in accordance 
with the actual production conditions. Whether or not to add stintftlu's is also 
determined in accordance wirh the aei.ua! production conditions-. Addition of 
stimulus and higher resting temperature may accelerate^ the generation of hydrate 
product and shorten -lie ratting time. When no stimulus is added and the resting 
-temperature is comparatively shorten the generation speed, of hydrate product will be 
slower and the resting time will be relatively longer 

The oeiv-eni coagulant aid. prepared by this method is directly used in the cement in 
cement production or ctsnatrcciacn. Based on 1.00 weight parts of cement, 2-15 
weight pads of cement coagulant aid are used to replace cement or the cement 
admixture material. The bigger the incorporated quantity is, the rapider the cement 
coagulate,; and. the shorter [he coagulation period is. 

ThsS reasons for slow coagulation of ce-nent produced from niineraiizer containing 
fiuoriiie-suilur are as 'follows: when, the fluorine-sulfur mineralizer is incorporated, a 
large amount of A] 2 0 3 solid-solved into mineral A and the iron phase due to the 
action of fluorine, which make Q>A in the clinker reduce greatly. At this time, the 
early coagulation of cement has to only depend upon the early hydration 
performances of mineral A. Compared with the : pure C>S or mineral A. without 
fluorine, the quantity of hydrafcd activity centers of mineral A containing fluorine 
and suifor increases and the early -hydra- ion is rapid, resulting in generation of liquid 



~m*o«W~mmted slate QffQi 44 ]. [Off], [SiO 4 ' land [AfcO,*] and the high-alkaline 
degree in fee liquid phase during stage of primary hydration. In this case, the degree 
of oversaiuration is b.iggbr, the liquid is a so! of hydrated calcium silicon, hydrated 
calcium akuninate and calcium hydroxide. Besides, due to the interna] absorption, or 
mineral A, gel film is formed on part of surface of mineral A, \vhich prevent early 
furtiier hydration of mineral A . Additionally, in. the oversaturated liquid phase oi : 
high-aikailtie degree, a. long, period of time is needed ipr. the rmcimtioo -of hydrated. 
calciurn silicon, hydrated calcium agminate and calcium hydroxide, Moreover, 
under this edition, the roirco~c^taH?.ed product is easy to he genentfecL resulting 
h- the prolonged -induction period and slow coagulation. In a certain range, the 
increase of quantity of fluoride Ineorporaied may bring atout the increase of AfeOj 
solid-solution quantity in mineral A. The higher hydrated activity of mineral A is, the 
loiiger induction period and the slower coagulation are. 

To he aimed at the above-mentioned inei that the nucieation process of hydrated 
calcium silicon, hydrated calcium alumina & and calcium hydroxide are extended and 
the ciystaJs are thinned, the present invention uses pozMlanic material as basic 
materials to which a certain quantity of GrfOHfe are added and mixed with water, 
the mixiure is then rested under a certai n temperature for a certain period of time to 
be bydr&ied, thereby yielding a certain quantity of hydrate 1 products: hydrated 
Calcium silicon., hydrated calcium aluminaie and calcium hydroxide,, that is, yielding 
main crystal -seed minerals -required by cement coagulant, aid. When a proper amount 
of coagulant aids are added to the cement which coagulates slowly, these crystal seed, 
as the crysialifention center, are able to tremendously accelerate the hydration of 
cement which coagulates slowly and. boost: the crystallization of hydrated calcium 
silicon, hydrated calcium a laminate and calcium hydroxide, Resultantly, -he 
induction period of mineral A containing fluorine and sulfur could be obviously 
shortened,, thereby accelerating the coagulation speed of the cement. 

Based on the above-nicnuoned principles, such hydrate crystal seed used as cement 
coagulant aid also can be generated by mixing cement clinker or cement: powder 
with water and then resting the mixture. 

Compared with (he background, art, the present invention has Allowing advantages: 
1 . 71k; cement coagulant tiid prepared by this method can shorten the cement 
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copulation time by more than 40 minutes, while the strength is basically not 
reduced when 2-45% of the tofaS weight of cements are replaced. The cement 
produced by incorporating proper -quantity of coagulant zkh in accordance- with this 
method is compared with 425 R ordinary silicate cement of Guangzhou Shijing 
Cement Company and Gaoming Cangjiang Cement Company produced, using 
fluorine-suj&r mineralizst; the comparison datas of coagulation iinie -ami strength 
are : .shown in tables 1 and 2- 

2. Dm to adoption of this method for preparation of cement coagulant aid, 
technological condition is simple, investment on equipment is sn^H, raw material h 
abundant and cheap. The coagulant aid can be incorporated dkeotiy ai one time as 
the cement admixture nvaieriai, which can greatly .reduce the production cost of 
cement and improve the quantity and quality 

3. Starting from the research, on the mechanism, tiiis meihpd fundamentally solves 
the technical difficulties of slow coagulation of cement and can make use of the 
effect or mineialixex Incorporating fluorine and sulfur niaxirmniiiy thereby, further 
improve the application of technology of -nineraiizer incorporating fluorine and 
sulfur. 

4. The cement ooagulatKtf* prepared by this method has a wide application range. 
The poxgolan cement coagulant aid can be used to the cement produced in shaft kiln, 
rotary kiln smkI dissolution kiln without changing original system of formulation and 
«tei.nation.in cement plants. After adopting the invention, even those rotary kilns 
which dare hot to adopt the fiuorine-sulfhr rabeiasizer technology to reduce the 
energy consumption being afraid that they can not soke the cement coagulation 
problem, also can use the calcinations technology using iTuorine-sulfur mineralize! at 
ease.. The comparison datas for the: specified coagulation time and strength are 
shown in table ?>. 

Example i 

First, to 100 weight parts of bnmcd ciay or luff or humed shale, 20 weight parts of 
Oa {OHjv and 1:78 weight parts of CaCl; were added Water was then added and 
•nixed evenly, She mixture was remained for 3 days under a temperature of 55 C. 
After being grinded welly, the mixture was then dried under a temperature of 120X: : 
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to obtain coagulant aid A. 5% coagujaior A was then incorporated to 425R ordinary 
silicate certien!: of dooming Cangjiang Cedent Company As a result, the Initial 
coagulation th-ie was reduced irons 4 hours- and 5 minutes to 2 hours and 36 minutes, 
with an advance of i hour a:od 29 minutes.. The filial coagulation time was reduced 
from -5 hoars and 15 minutes to 3 hours and 38 rniriuies, with an advance of \ hour 
and 38 rdnutes. The strength, of fold resistance- and the pressure resistance after 3 
days and 28 days did not decrease. The specified data* wore shown in table 2. 

Example 2 

First, to 100 weigh] parts of flyash orbi-med coal .gangue or oil shale feculence, 20 
weight parts <rf ChO and 191 weight parts of Na 2 $iOj were added. Water was then 
added and mixed evenly. The mixture was remained for 7 days under room, 
temperature. After being grinded weiiy, the mixture was then dried under a 
temperature of l5iVC to obtain coagulant aid B.. i.0.% coagulater B was i'hen 
incorporated to Xiashan 425R ordinary silicate cement of Guangdong Renhua 
Company: As a result the initial coagulation time was reduced from 3 bourn and 58 
minutes to 2 hours and 27 mmntes y with a advance of 1 hour and 31 nxinu&s. The 
Una] coagulation time was also reduced ftoir. 5 hours anri.5 minutes to 4 hours .and 1 
minute, with a advance of i hour and 4 . minutes. The strength of fold resistance and 
the prepare resistance after 3 days and .28 days did.not decrease. The specified datas 
were show;?, hi table 3. 

Example .3: 

First, First, to J 00 weight parts of boiled slag or mineral feculence, 16.7 weight parts 
of Ca(QHh and no stimulus were added. Water was then added and mixed evenly. 
:i^e mixture was remained for 36 hours under a temperature 90'C. After being 
grinded wciiy. the rnixiure was then dried under a temperature of 120 V C to obtain 
coagulant aid C. 1.5% ouaguktor C was then incorporated; to 425R mineral feculence 
cement of Guangdong; Shying Company As. a result, the initial coagulation time was 
.reduced 1 rora 3 hours and 2 ! minutes to 2 hours and 9 minutes, with a advance; of ! 
hour and 12 niinufc*. : Fhe final coagulation time was also reduced from 4 hours and 
24 minutes io 3 hours and & minutes, with a advance of 1 hour and 18 ni Inures. The 
strength of fcid resistance and the pressure resistance after 3 days and 28 clays did 
not decrease. The specified daias were shown in tabic 3. 



Example 4: 



First, to 100 weight parts of cement powder,- water was. added and mixed evenly. The 
mixture was iheii remained for 1 days under room temperature. After being grinded 
wetiy, the mkuire was the-i .dried under a tercipe?atU3£ of 1 iO'C to abteia coagulant 
aid i). 15% coaguiator D was : thcn issorpcrated into 425R mineral feudenoe -cement 
of tta&qgdong Shiihig Company: As a result, the initial coagulation time was 
reduced from 3 hours and 2] miauies : to2 hours and 15 minutes, with a advance of i 
hour and 6 minutes. The imal coagulation lime was also reduced from A hoars and 
20 fnmuica to 3 hours mS 33 minutes, with a advance of 5 i minutes. The strength of 
fold resistance and die pmmxo -re-sistan.ee: after 3 days and 28 days did not decrease. 
The specified datas were shown In table 3. 



Fable 1 
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| 


Standard 
consistency 

(%) 


initial 
coagulation 
;ime 

.. (h:.n») 


| Final 
coagtilatioii 
time 

(fa: tii) 


Sirens.* 





gold 
resistance 


Pressure 
resistance: 


3d 


2Sd 


3d 


28d. 


Ordinary smea-e 
cement 425R of 
(htaugzhos Shijin^; 


26.25 


3:58 


5:12 




7.5 


26.4 


.53.7 j 


Flyash coagulant aid 
Instead of 5% cement 


26.60 


3:1.7 


4:19 


4.7 


. 7.4 


214 


54.3 


Flyash coagulant aid 
instead of 10% 
eemeat 


27.20 


2:52 


3:3-8: 


4.5 


7.1. 


24.7 


53.2 


Flyash coagulant aid 
instead of 15% 
.cement 


27.85 


2;28 


3:16 


4.1 


6.H 


24.fr 


52.4 
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Table 2 





I Standard 

1 
i 

co nsf&stCjficy 

(%) 


Initial 
coagulation 

(b,m.) 


.Final 
coaguiaiion 


!tom$. 


nam j 


Fold 
•resistance ' 


Pressure ! 
resistance ) 


3d 


2U 


3d 


28d 


Ordinary silicate 
consent 42-5R of 
tfaomiag 

JQsm 


26.$ 


4:05 


5:15 


4.5 


7.8 : 


27.4 


5.1.3 


Fiyash con.gui.ant 
aid instead, of 5% 
cement 


26.8 


2:50 


3:52 


4.1 


7,3 


:.. 

26.7 


5!ii 


Burned clay 
coagulant aid 
instead of 5%- 

CCiTiOiU 


26.6 


2:36 


3:78 


4.4 


7,6 


27.0 


52,3 


Boiling .slag 
coagutem aid 
instead of 5% 
c on neat 


26,7 


2:42 


3:42 


4.3 


7.4 


26.8 


51.9 
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Table 3 



Tost scheme 


Standard 
ooosistcricy 

m 


Initial 

coagulation 
i'mxo 

tn. m) 


Final 
coagulation 
time 

ih: m) 


Siren- 
Fold 
resistance 


m«M 

Pressure 


3d 




3d 


m\ 


425R* slag 
:ce merit of 
Guangzhou 




25.75 


3:2 i 


4:24 


4.4 


7.6 


26.2 


54.8 


Hydrated cement 
powder 

ooagukot aid 
cemc&t 


26.2 


2:15 


3:33 


4.3 


7.8 


25.9 


55.2 


Boiling slag 
coagulant aid 
instead of \5% 


27,4 


2:09 


3:06 


4.5 




7.0 


25.3 


52.9 


Xiashan- 

ordinary eemem: 
425R ofttsnhua. 


25.40 


3:58 


5:05 


5.:8 


8.1 


28.0 


51.! 


Flyash coagulam 
ski instead of 
.10% Yemeni 


27.20 


2:27 


4:01 


4.9 


7.3 


27. i 


50.0 


Yucsxiu 525* 
siiicaiv cement: 
of Zhajiang 


25:8 


1:35 


2:24 


6.4 


9.0 


38.4 . 


57.2 


Ryash coagulant 
aid instead of 5% 

j2ss»*i _. 


25.4 


1:08 


2:00 


5.6 


8.3 


56.8 


5 , 



N»fe * wafcr/ceiaent ratio w/c- 0.48 
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j 2:24 

j 
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| 9.0 j 3B.4 
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25.4 | 1:08 
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2:00 


5.6 

1 


8.3 j36.8 

i 

i 

1 


57.1 
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Abstract 



Method for preparing cement coagulant aid and use of the same 

A method for preparing cement coagulant aid is provided. All substances having 
pozzolanic activity can be used as basic materials for preparation of cement coagulant 
aid. Based on 100 weight parts of basic materials, 10-50 weight parts of CaO or 
Ca(OH)2 are added and mixed with water. The mixture is then rested to yield hydrate 
crystal seed such as hydrated calcium silicate and hydrated calcium aluminate. Such 
hydrate crystal seed also can be generated by mixing cement clinker or cement 
powder with water and then resting the mixture. The hydrate crystal seed is used as 
cement coagulant aid or to directly replace the cement admixture material. The 
present invention fundamentally solves the technical difficulties of slow coagulation 
of cement and can make use of the effect of mineralizer incorporating fluorine and 
sulfur maximumly, thereby, the quality of cement of shaft kiln is improved and the 
production cost is reduced. 
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What is claimed is 



1. A method for preparing cement coagulant aid, characterized in that grinded 
pozzolanic material is mixed with calcium hydroxide or calcium oxide and water, the 
mixture is then rested to yield hydrate crystal seed such as hydrated calcium silicate 
and hydrated calcium atuminate etc., used as cement coagulant aid; wherein, all 
substances having pozzolanic activity can be used as basic materials for preparation 
of cement coagulant aid; based on 100 weight parts of the basic materials, the 
cement coagulant aid is prepared as following formulation and technical conditions: 

a. Formulation: CaO or Ca (OH>2 10-50 parts 

NaCl or CaCl 2 0-5 parts 

Na 2 Si0 3 0- 10 parts 

b. Technical conditions: Resting temperature: room temperature - 100°C 

Resting time: 7 days ~ 1 day 

2. A method for preparing cement coagulant aid, characterized in that cement 
clinker or cement powder is mixed with water, the mixture then is rested to yield 
hydrate crystal seed used as cement coagulant aid. 

3. A method for preparing cement coagulant aid according to claim 1, 
characterized in that the pozzolanic material include burned clay, burned shale, 
flyash, oil shale feculence, burned coal gangue, tuff, boiling slag, mineral feculence 
or pozzolan. 

4. A use of cement coagulant aid, characterized in that 2-1 5 weight parts of cement 
are replaced by the cement coagulant aid produced by the method of claim 1, 2 or 3 
based on 100 weight parts of basic materials, for speeding up cement coagulation, 

5. A use of cement coagulant aid according to claim 4, characterized in that said 
cement coagulant aid can directly replace the cement admixture material. 
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Description 



Method for preparing cement coagulant aid and use of the same 

The present invention relates to industrial technology of cement production and, 
more particularly, to a method for preparing cement coagulant aid and a use of the 
same. 

Ever since 1950s, the technology of using calcium fluoride as the mineraiizer to 
produce cement has being applied abroad. This technology can improve the 
burnability of raw material of cement, accelerate the generation of mineral A (alite) 
and increase its hydrated activity. Therefore, it has become one of the most effective 
ways for the shaft kiln cement plants to improve the production and quality and 
reduce the consumption. Ever since the beginning of 1980s, technology of complex 
mineraiizer incorporating fluorine and sulfur has been widely applied in the shaft 
kiln cement factories in China and biggish economic benefits have been obtained. 
However, when cement is produced with complex mineraiizer incorporating fluorine 
and sulfur, large amount of AL2O3 solid-solve into mineral A or iron phase under the 
action of fluorine, which make C3A in the clinker decrease greatly and the induction 
period of hydration of alite to be prolonged. As a result, the coagulation time of 
cement is often prolonged. In the actual application, the construction speed and 
engineering quality are influenced due to slow coagulation of cement. 

In order to solve the problem of slow cement coagulation, most of plants have to 
reduce the quantity of calcium fluoride in cement. However, the insufficient quantity 
of calcium fluoride incorporated into cement will not only weaken the effect of 
mineraiizer, but also reduce the activity of mineral A. As a result, the cement 
strength decrease tremendously. On pages 7-12 of issue 4 in 1994 of Cement, an 
article titled "Analysis on Reasons of Slow Coagulation of Clinker and its 
Preventative Measures in Zhenjiang Cement Company", described the measures for 
improving the slow coagulation of cement clinker containing fluorine and sulfur 
from the aspects of formulation and calcination as follows: control F/SCb, within 
0.42—0.55, create conditions for incorporating aluminum corrective material, 
incorporate 5% purchased early strength of clinker when the clinker is being ground 
into powder, then adopt the system of calcinating rapidly and cooling urgently, so 
that the initial coagulation time of clinker could be controlled within 3.5 hours. But it 
had its disadvantages. First, it changed the original production technology and 
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conditions and requires stable formulation and calcination. Second, the cost is too 
expensive for early strength clinker used as the additive. 

It is still a big technical difficulty for the cement plants to make use of the effect of 
mineralizer containing fluorine and sulfur maximumly while to control the cement 
coagulation time well. 

The purpose of the present invention is to overcome the shortages of background art, 
that is, to develop a cement coagulant aid, which can not only make use of the effect 
of mineralizer containing fluorine and sulfur maximumly, but also can control the 
cement coagulation time well. When the cement is being produced or used, addition 
of proper amount of cement coagulant aid can not only fundamentally solve the 
technical difficulty of slow cement coagulation, which further perfect the technology 
of fluorine-sulfur mineralizer, but also improve the quality of cement of shaft kiln, 
with the production cost being reduced. Meanwhile, there is no any negative effect 
be brought to cement performances. 

The purpose of the present invention can be realized by the following measures: 

Starting from study of the mechanism of slow coagulation of cement calcinated with 
mineralizer containing fluorine and sulfur and through a great deal of experiments 
and analysis, the present invention has found out substances having pozzolanic 
activity to be used as basic materials for the coagulant aid. These substances include 
burned clay, burned shale, flyash, oil shale feculence, burned coal gangue, tuff, 
boiled slag, mineral feculence or pozzolan. In a word, all substances which can be 
mixed with calcium hydroxide or calcium oxide and water and then rested to 
generate hydrate product such as hydrated calcium silicon and hydrated calcium 
aluminate etc., can be used as the basic materials for preparation of cement coagulant 
aid. 

Based on 100 weight parts of the basic materials, the cement coagulant aid is 
prepared as following formulation and technical conditions: 

a. Formulation: CaO or Ca (OH>2 1 0 -50 parts 

NaCl or CaCl 2 0-5 parts 
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Na 2 Si0 3 



0-10 parts 



b. Technical conditions: Resting temperature: room temperature ~ 100°C 

Resting time: 7 days ~ 1 day 

In this formulation, NaCI, CaCl 2 and Na 2 SiC>3 are all stimulus. The stimulus is the 
substance incorporated for stimulating the activity of pozzolanic material, thereby 
accelerating the reaction speed, rather than an essential ingredient of cement 
coagulant aid. However, CaO or Ca (OH) 2 is an essential ingredient and its quantity 
is related with resting time and temperature. While other conditions remain constant, 
the bigger the quantity of CaO or Ca(OH>2 incorporated is and the longer the resting 
time is, the more hydrates are generated and the better coagulation effect is. Besides, 
the higher the resting temperature is, the shorter the resting time is. However, the 
actual incorporating quantity of CaO or Ca(OH) 2 can be determined in accordance 
with the actual production conditions. Whether or not to add stimulus is also 
determined in accordance with the actual production conditions. Addition of 
stimulus and higher resting temperature may accelerate the generation of hydrate 
product and shorten the resting time. When no stimulus is added and the resting 
temperature is comparatively shorter, the generation speed of hydrate product will be 
slower and the resting time will be relatively longer. 

The cement coagulant aid prepared by this method is directly used in the cement in 
cement production or construction. Based on 100 weight parts of cement, 2—15 
weight parts of cement coagulant aid are used to replace cement or the cement 
admixture material. The bigger the incorporated quantity is, the rapider the cement 
coagulates, and the shorter the coagulation period is. 

The reasons for slow coagulation of cement produced from mineralizer containing 
fluorine-sulfur are as follows: when the fluorine-sulfur mineralizer is incorporated, a 
large amount of AI2O3 solid-solved into mineral A and the iron phase due to the 
action of fluorine, which make C3A in the clinker reduce greatly. At this time, the 
early coagulation of cement has to only depend upon the early hydration 
performances of mineral A. Compared with the pure C3S or mineral A without 
fluorine, the quantity of hydrated activity centers of mineral A containing fluorine 
and sulfur increases and the early hydration is rapid, resulting in generation of liquid 
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with over-saturated state of [Ca**], [OH ], [Si0 4 ']and [ALOt 5 "] and the high-alkaline 
degree in the liquid phase during stage of primary hydration. In this case, the degree 
of oversaturation is bigger, the liquid is a sol of hydrated calcium silicon, hydrated 
calcium aluminate and calcium hydroxide. Besides, due to the internal absorption of 
mineral A, gel film is formed on part of surface of mineral A, which prevent early 
further hydration of mineral A. Additionally, in the oversaturated liquid phase of 
high-alkaline degree, a long period of time is needed for the nucleation of hydrated 
calcium silicon, hydrated calcium aluminate and calcium hydroxide. Moreover, 
under this condition, the mirco-crystalized product is easy to be generated, resulting 
in the prolonged induction period and slow coagulation. In a certain range, the 
increase of quantity of fluorine incorporated may bring about the increase of AI2O3 
solid-solution quantity in mineral A. The higher hydrated activity of mineral A is, the 
longer induction period and the slower coagulation are. 

To be aimed at the above-mentioned fact that the nucleation process of hydrated 
calcium silicon, hydrated calcium aluminate and calcium hydroxide are extended and 
the crystals are thinned, the present invention uses pozzolanic material as basic 
materials to which a certain quantity of Ca(OH) 2 are added and mixed with water, 
the mixture is then rested under a certain temperature for a certain period of time to 
be hydrated, thereby yielding a certain quantity of hydrate products: hydrated 
calcium silicon, hydrated calcium aluminate and calcium hydroxide, that is, yielding 
main crystal seed minerals required by cement coagulant aid. When a proper amount 
of coagulant aids are added to the cement which coagulates slowly, these crystal seed, 
as the crystallization center, are able to tremendously accelerate the hydration of 
cement which coagulates slowly and boost the crystallization of hydrated calcium 
silicon, hydrated calcium aluminate and calcium hydroxide. Resultantly, the 
induction period of mineral A containing fluorine and sulfur could be obviously 
shortened, thereby accelerating the coagulation speed of the cement. 

Based on the above-mentioned principles, such hydrate crystal seed used as cement 
coagulant aid also can be generated by mixing cement clinker or cement powder 
with water and then resting the mixture. 

Compared with the background art, the present invention has following advantages: 
1. The cement coagulant aid prepared by this method can shorten the cement 
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coagulation time by more than 40 minutes, while the strength is basically not 
reduced when 2-15% of the total weight of cements are replaced. The cement 
produced by incorporating proper quantity of coagulant aids in accordance with this 
method is compared with 425R ordinary silicate cement of Guangzhou Shijing 
Cement Company and Gaoming Cangjiang Cement Company produced using 
fluorine-sulfur mineralizer, the comparison datas of coagulation time and strength 
are shown in tables 1 and 2. 

2. Due to adoption of this method for preparation of cement coagulant aid, 
technological condition is simple, investment on equipment is small, raw material is 
abundant and cheap. The coagulant aid can be incorporated directly at one time as 
the cement admixture material, which can greatly reduce the production cost of 
cement and improve the quantity and quality. 

3. Starting from the research on the mechanism, this method fundamentally solves 
the technical difficulties of slow coagulation of cement and can make use of the 
effect of mineralizer incorporating fluorine and sulfur maximumly, thereby, further 
improve the application of technology of mineralizer incorporating fluorine and 
sulfur. 

4. The cement coagulation prepared by this method has a wide application range. 
The pozzolan cement coagulant aid can be used to the cement produced in shaft kiln, 
rotary kiln and dissolution kiln without changing original system of formulation and 
calcination in cement plants. After adopting the invention, even those rotary kilns 
which dare not to adopt the fluorine-sulfur mineralizer technology to reduce the 
energy consumption being afraid that they can not solve the cement coagulation 
problem, also can use the calcinations technology using fluorine-sulfur mineralizer at 
ease. The comparison datas for the specified coagulation time and strength are 
shown in table 3. 

Example 1 

First, to 100 weight parts of burned clay or tuff or bumed shale, 20 weight parts of 
Ca (OH) 2 and L78 weight parts of CaCl 2 were added. Water was then added and 
mixed evenly. The mixture was remained for 3 days under a temperature of 55*C. 
After being grinded wetly, the mixture was then dried under a temperature of 120°C 
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to obtain coagulant aid A. 5% coagulator A was then incorporated to 425R ordinary 
silicate cement of Gaoming Cangjiang Cement Company. As a result, the initial 
coagulation time was reduced from 4 hours and 5 minutes to 2 hours and 36 minutes, 
with an advance of 1 hour and 29 minutes. The final coagulation time was reduced 
from 5 hours and 15 minutes to 3 hours and 38 minutes, with an advance of 1 hour 
and 38 minutes. The strength of fold resistance and the pressure resistance after 3 
days and 28 days did not decrease. The specified datas were shown in table 2. 

Example 2 

First, to 100 weight parts of flyash or burned coal gangue or oil shale feculence, 20 
weight parts of CaO and 3.91 weight parts of Na 2 Si0 3 were added. Water was then 
added and mixed evenly. The mixture was remained for 7 days under room 
temperature. After being grinded wetly, the mixture was then dried under a 
temperature of 150°C to obtain coagulant aid B. 10% coagulator B was then 
incorporated to Xiashan 425R ordinary silicate cement of Guangdong Renhua 
Company As a result, the initial coagulation time was reduced from 3 hours and 58 
minutes to 2 hours and 27 minutes, with a advance of 1 hour and 31 minutes. The 
final coagulation time was also reduced from 5 hours and 5 minutes to 4 hours and 1 
minute, with a advance of 1 hour and 4 minutes. The strength of fold resistance and 
the pressure resistance after 3 days and 28 days did not decrease. The specified datas 
were shown in table 3. 

Example 3: 

First, First, to 100 weight parts of boiled slag or mineral feculence, 16.7 weight parts 
of Ca(OH) 2 and no stimulus were added. Water was then added and mixed evenly. 
The mixture was remained for 36 hours under a temperature 90 *C. After being 
grinded wetly, the mixture was then dried under a temperature of 120*C to obtain 
coagulant aid C. 15% coagulator C was then incorporated to 425R mineral feculence 
cement of Guangdong Shijing Company. As a result, the initial coagulation time was 
reduced from 3 hours and 21 minutes to 2 hours and 9 minutes, with a advance of 1 
hour and 12 minutes. The final coagulation time was also reduced from 4 hours and 
24 minutes to 3 hours and 6 minutes, with a advance of 1 hour and 18 minutes. The 
strength of fold resistance and the pressure resistance after 3 days and 28 days did 
not decrease. The specified datas were shown in table 3. 
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Example 4: 



First, to 100 weight parts of cement powder, water was added and mixed evenly. The 
mixture was then remained for 1 days under room temperature. After being grinded 
wetly, the mixture was then dried under a temperature of 110°C to obtain coagulant 
aid D. 15% coagulator D was then incorporated into 425R mineral feculence cement 
of Guangdong Shijing Company. As a result, the initial coagulation time was 
reduced from 3 hours and 21 minutes to 2 hours and 15 minutes, with a advance of 1 
hour and 6 minutes. The final coagulation time was also reduced from 4 hours and 
20 minutes to 3 hours and 33 minutes, with a advance of 51 minutes. The strength of 
fold resistance and the pressure resistance after 3 days and 28 days did not decrease. 
The specified datas were shown in table 3. 



Table 1 



Test scheme 


Standard 
consistency 

(%) 


Initial 
coagulation 
time 

(h:m) 


Final 
coagulation 
time 

(h:m) 


Strength (Mpa) 


Fold 
resistance 


Pressure 
resistance 


3d 


28d 


3d 


28d 


Ordinary silicate 
cement 425R of 
Guangzhou Shijing 


26.25 


3:58 


5:12 


4.7 


7.5 


26.4 


53.7 


Flyash coagulant aid 
instead of 5% cement 


26.60 


3:17 


4:19 


4.7 


7.4 


25.4 


54.3 


Flyash coagulant aid 
instead of 10% 
cement 


27.20 


2:52 


3:38 


4.5 


7.1 


24.7 


53.2 


Flyash coagulant aid 
instead of 1 5% 
cement 


27.85 


2;28 


3:16 


4.1 


6.8 


24.0 


52.4 
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Table 2 



Test scheme 


Standard 
consistency 


Initial 
coagulation 
time 

yii.u i* y 


Final 
coagulation 
time 

(h m 1 


Strengt 


i (Mpa) 


Fold 
resistance 


Pressure 
resistance 


3d 


28d 


3d 


28d 


Ordinary silicate 
cement 425R of 
Gaoming 
Cangjiag 


26.8 


4:05 


5:15 


4.5 


7.8 


27.4 


51.3 


Flyash coagulant 
aid instead of 5% 
cement 


26.8 


2:50 


3:52 


4.1 


7.3 


26.7 


51.6 


Burned clay 
coagulant aid 
instead of 5% 
cement 


26.6 


2:36 


3:38 


4.4 


7.6 


27.0 


52.3 


Boiling slag 
coagulant aid 
instead of 5% 
cement 


26.7 


2:42 


3:42 


4.3 


7.4 


26.8 


51.9 
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Table 3 



Test scheme 


Standard 
consistency 

(%) 


Initial 

Jill lidi 

coagulation 
time 

(h: m) 


Pinal 

coagulation 
time 

(h:m) 


Streng 


th (Mpa) 


Fc 
resis 


>ld 

tance 


Pressure 
resistance 


3d 


28d 


3d 


28d 


425R* slag 
cement of 
Guangzhou 
Shijing 


25.75 


3:21 


4:24 


4.4 


7.6 


26.2 


54.8 


Hydrated cement 
powder 

coagulant aid 
instead of 5% 
cement 


26.2 


2:15 


3:33 


4.3 


7.8 




JJ>^ 


Boiling slag 
coagulant aid 
instead of 1 5% 
cement 


27 A 


2:09 


3:06 


4.5 


7.0 


25.3 


52.9 


Xiashan 

ordinary cement 
425R of Renhua 


25.40 


3:58 


5:05 


5.8 


8.1 


28.0 


51.1 


Flyash coagulant 
aid instead of 
10% cement 


27.20 


2:27 


4:01 


4.9 


7.3 


27.1 


50.0 


Yuexiu 525# 
silicate cement 
of Zhujiang 


23.8 


1:35 


2:24 


6.4 


9.0 


38.4 


57.2 


Flyash coagulant 
aid instead of 5% 
cement 


25.4 


1:08 


2:00 


5.6 


8.3 


36.8 


57.1 



Note: * water/cement ratio w/c= 0.48 
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